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Long-term human mission to space, such as living in International Space Station (ISS), Lunar, and Martian bases and 
travel to Mars, must make use of Advanced Life Support Systems (ALSS) to generate and recycle critical life supporting 
elements like oxygen and water. Oxygen Generation Assembly (OGA) and Water Processor Assembly (WPA) critical 
components of ALSS, make use of series of granular material packed beds for generation and recycling of oxygen and 
water. Several granular materials can be used for generation, recycling, processing and recovery' of oxygen and water. For 
example, they may include soft bed media, e.g. ion exchange resins for oxygen generation assembly and hard bed media 
such as, activated alumina, magchem (Magnesium oxide) and activated carbon to remove organic species like ethanol 
methanol, and urea from wastewater in Water recoveiy/processing assembly. These beds are generally packed using a 
plate-spnng mechanism to provide sufficient compaction to the bed media diroughout the course of operation. This paper 
presents results from an experimental study of a fall-scale, 38.1 cm (15 inches) long and 3.7 cm (1.44 inches) diameter 
activated alumina bed enclosed in a cy linder determining its force-displacement behavior, friction mobilizing force, and 
axia normal stress distribution under various axially applied loads and at different levels of packing. It is observed that 
force-displacement behavior is non-linear for low compaction level and becomes linear with increase in compaction of the 
bed media. Axial normal stress distribution along the length of the bed media decreased non-linearly with increase in depth 
from the loading end of the granular media. This paper also presents experimental results on the amount of particulates 
generated corresponding to various compaction levels. Particulates generated from each of the tests were measured using 
standard US sieves. It was found that the particulates and the overall displacement of the bed media increased with decrease 
m mitial compaction of the bed media. This effect could be attributed to the greater tendency for inter-particle 
slidmg/rubbing due to smaller internal friction angles, as seen from the shear tests, at lesser initial compacted levels Upon 
unloading, it was observed that there was no change in displacement (especially rebounding) in the bed media. This effect 
could be attributed to the fact that the porous activated alumina particles fracture/break upon increase in applied load 
during Ioadmg phase) and occupy void spaces in betw een the material grains; thereby leading to settling of the media The 
load-displacement curve becomes more linear with increase in initial compaction of the bed media It is concluded that 
compaction considerably affects the load-displacement behavior of the bed media. A series of tests were also conducted on 
die packed bed media to determine the force required to mobilize die friction between die bed media and the housing 
cy linder. The results from these tests show ed the existence of significant friction between die bed media and die encasing 
stainless steel cylinder. Further, it was found that friction effects were more pronounced for media with higher initial 
compaction. Internal friction of the granular media was measured using direct shear apparatus. It was observed that the 
internal friction increased w ith increase in initial compaction of die bed media. 

In this study, a computational model (CM) is also developed using finite element software ANSYS to verify 
experimental results obtained for die distribution of the axial normal stress and axial displacement along die lengdi of the 
fall-scale activated alumina bed media. In the computational model, die granular material is considered to have appropriate 
failure and frictional contact exists between die wall and die granular media. It is observed that the model predicts results 
closely with the experimental method. The computational results show that die axial normal stress distribution along die 
length of die activated alumina media decreases non-linearly from the loading end and is negligible beyond a certain depth 

Tins can be attributed to the existence of friction between the walls and the media and that the friction takes up most of the 
applied load. 
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